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THE METALLURGY  OF GOLD.
slime pulp is forced by pressure into the spaces between the filter cloths,, when the liquid passes through the cloths and the slime forms a layer on their surface. The slime cakes accumulate until thev are 2 or 3 inches thick..
When washing is complete, the cakes are partly dried by compre-sed air, and the press is then opened and the cakes discharged. Pressures of 45 to 100 Ibs. per square inch have been used. The output per press is aboutsting of sand.   The filtration, aided by a vacuum, takes
